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What is claimed is : 

1. A transparent conductive film comMir^ng a 
compressed layer of conductive fine partir6les obtained by 
compressing a layer containing conduc;^^e fine particles that 
is formed by application onto a/^pport , 

wherein said compressed layer of the conductive fine 
particles contains a resi^ at the time of compression, said 
resin being contained/dt an amount of 73 parts by volume or 
less with respect 100 parts by volume of said conductive 
fine particles /as represented by volume, and 

said cojiipressed layer of the conductive fine particles 
is impregimted with a transparent substance after 
compreasion . 

2 , The transparent conductive film according to claij: 
wherein said layer containing the conductive f; 
particles is formed by applying a dispersim><iriquid , which 
contains the conductive fine particl^s^nd the resin, onto 
the support and drying the 
at an amount of 73 parts 
100 parts by volume^erf said 
dispersion li^j^fid as repre 
The transparent 



lerein said supporJ:^is 



4 . A method of producing a transparent conductive 
film, comprising the steps of: 




51 



G12-1115-US ^ 

applying a dispersion liquid on a support and drying 
the liquid, said dispersion liquid containing conductive fine 
particles and a resin, said resin being contained at an amount 
of 73 parts by volume or less with respect to 100 parts by 
volume of said conductive fine particles in said dispersion 
liquid as represented by volume before dispersion, thereby 
to form a layer containing the conductive fine particles ; and 
then 

compressing said layer containing the conductive fine 
particles to form a compressed layer of the conductive fine 
particles; and further 

impregnating said formed compressed layer of the 
conductive fine particles with a transparent substance. 

5 . The method of producing a transparent conductive 
film according to claim 4, wherein said layer containing the 
conductive fine particles is compressed at a compression 
force of at least 44 N/mm^ . 

6 . The method of producing a transparent conductive 
film according to claim 4, wherein said layer containing the 
conductive fine particles is compressed at such a temperature 
that said support is not deformed . 

7 . The method of producing a transparent conductive 
film according to claim 4, wherein said layer containing the 
conductive fine particles is compressed using a roll press 
machine . 
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